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in molecular sieve chromatography (gel filtration), by being passed through a separation medium comprised of a non-water-solu- 
ble fluid-permeable plug of cross-linked polyacrylamide, where the degree of cross-linking is sufficient to cause discontinuities, 
gaps or channels in the polymer network large enough to permit water and the macromolecules in the sample to pass through, 
and yet interfering with the free flow of the macromolecules sufficiently to cause their bulk flow rate through the plug to vary with 
their molecular weights. By varying the nature and composition of the monomers, the plug can be designed alternatively for a 
wide variety of types of chromatography, including ion exchange, hydrophobic interaction, affinity, boronate and dye-iigand 
chromatography. 



BEST AVAILABLE COPY 



FOR THE PURPOSES OF INFORMATION ONLY 

Codes used to identify States party to the PCT on the front pages of pamphlets publishing international 
applications under the PCT. 



AT 


Austria 


E5 


Spain 


MG 


Madagascar 


AU 


Australia 


n 


Finland 


ML 


Mafi 


BD 




FR 


France 


MR 


Mauritania 


BE 


Belgarm 


GA 


Gabon 


MW 


Mahwi 


BF 


Burkina Far* - * 


GB 


United Kingdom 


NL 


Netherlands 


BG 


Bulgaria 


WJ 


Hungary 


NO 


Norway 


Bl 


Beam 


fl- 


Italy 


RO 


Romania 


BR 


Brazil 


ip 


Japan 


SD 


Sudan 


CA 




KP 


Democratic People's Republic 


SE 


Sweden 


CF 


Central African Republic 




of Korea 


SM 


Senegal 


CG 


Congo 


KR 


Republic of Korea 


SU 


Soviet Union 


CH 


Switzerland 


u 


Liechtenstein 


TO 


Chad 


CM 


Cameroon 


LK 


Sri Lanka 


TG 


Togo 


DE 


Germany, Federal Republic of 


LU 


Luxembourg 


US 


United States of America 


DK 


Denmark 


MC 


Monaco 







WO 90/07965 



PCT7US90/00191 



1 



CHROMATOGRAPHY ON A CONTINUOUS POLYMER 

5 This invention relates to chromatographic separa- 

tions based on common chromatographic properties such as 
molecular size, charge, hydrophobicity, and bioaffinity and 
also to chromatographic separation media useful for such 
separations . 

10 

BACKGROUND AND SUMMARY OF THE INVENTION 
Conventional chromatography involves the passage 
of a sample through a bed of beads. It is not possible, 
however, to achieve a perfectly packed bed. Heterogeneities 

15 in the packed bed give rise to zone broadening, which is a 

disturbing factor. Further disadvantages of packed beds are 
the time-consuming and expensive steps required for 
preparation of the beads, the sieving of the beads to select 
the desired size, and the packing of the column with the 

20 beads. 

It has now been discovered that these 
disadvantages can be avoided by the use of a chromatographic 
separation medium in the form of a continuous, coherent gel 
plug formed from monomers which upon polymerization form a 

25 structure which has channels large enough to permit the 

passage of an eluent, and properties rendering it useful for 
such separation techniques as molecular sieve, ion exchange, 
hydrophobic interaction, affinity, boronate, and dye ligand 
chromatography. Such channels may be formed, for instance, 

30 when the monomers include species which are of limited 
solubility in water. When these monomers are used in 
sufficient amounts or proportions, the resulting polymers 
have a sufficiently hydrophobic character to cause them to 
precipitate out of solution. As a result of this 

35 precipitation, the polymer chains tend to adhere to each 
other in bundles, with the voids or channels referred to 
above forming between the bundles. One example of a monomer 
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meeting this description is N 4 N'-methyIenebisacrylamide, and 
preferred polymers in accordance with the invention are 
polyureas, particularly polyacrylamides . 

The highly homogeneous structure of the gel plug 
produces separation of eluents into very narrow zones, and 
the plug is easily and reproducibly prepared directly in the 
capillary, column or other enclosure in which the 
chromatographic separation is to take place, by simply 
filling the enclosure with monomer solution. 

Further features and advantages of the invention 
will become apparent from the description which follows. 



20 



DETAILED DESCRIPTION OF THE INVENTION 
AND PREFERRED EMBODIMENTS 
15 The continuous, channel-permeated structure to be 

described herein is one which results from a degree of 
cross-linking which is sufficient to both render an 
otherwise transparent polyacrylamide gel opalescent, i.e., 
to make it less water-soluble. The degree of cross-linking 
will also be sufficient to draw the polymer chains close 
enough together to form cracks or channels in the polymer 
network large enough to permit the passage of water and the 
sample component molecules. The continuous structure 
adjacent to the cracks may be porous or nonporous. 
25 In general, the formation of these channels will 

be achieved by using a mole ratio of cross-linking agent to 
linear-chain- forming monomer of at least about 0.45, 
preferably at least about 0.55, and most preferably at least 
about 0.70. 

30 The monomers used to form the polymer will be 

selected in. accordance with the type of chromatography for 
which the plug is intended to be used. The molecular 
structure of the monomer and the selection of functional 
groups on the monomer whhich will be appropriate for any 

35 particular type of chromatography will be readily apparent 
to those skilled in the art. One may thus for example 
design a plug within the present invention suitable for use 
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in molecular sieve chromatography, ion exchange 
chromatography, hydrophobic interaction chromatography, 
affinity chromatography, boronate chromatography, or dye 
ligand chromatography. 
5 Preferred linear-chain- forming monomers are 

acrylamides and other derivatives of acrylic acid. 
Acrylamide itself is a particularly preferred linear-chain- 
forming monomer, which may be used alone or in combination 
with other structurally related species such as the methyl 
10 ester of acrylic acid. A preferred cross-linking agent, as 
mentioned above, is N,N'-methylenebisacrylamide, and for 
systems where the linear-chain- forming monomer is 
acrylamide, the mole ratios given above are equivalent to C 
values (weight percent of cross-linker to total of cross- 
15 linker and linear-chain- forming monomer) of 50% or more, 55% 
or more, and 60% or more. 

In the preferred embodiment of the invention in 
which the polymer is a polyacrylamide, any of the wide 
variety of cross- linking agents known in the art for use 
20 with acrylamide monomer may be utilized. Included among 
such agents are bisacrylamides, diacrylates, and a wide 
range of terminal dienes. Specific examples are 
dihydroxyethylenebisacrylamide, diallyltartardi amide, 
triallyl citric triamide, ethylene diacrylate, 
25 bisacrylylcystamine and N,N'-methylenebisacrylamide. 

The plug is formed by polymerization according to 
conventional techniques well known among those skilled in 
the art. The plug may for example be formed from an aqueous 
solution of the monomer and cross- linking agent and polymer- 
30 ization catalysts and other conventional additives directly 
in the casing or column tube in which the plug is intended 
to be used. It will be advantageous in such cases to 
covalently bind the plug to the inner wall of the column. 
This may be achieved by binding agents, such as for example 
35 Bind Silane, according to conventional techniques. Aqueous 
solutions in which the polymer components comprise from 
about 1% to about 20% by weight of the solution are 
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preferred. Within this range, concentrations of about 2% to 
about 10% are further preferred, and concentrations of about 
2.5% to about 5% are the most preferred. 

Separation of a sample into its components is 
5 likewise achieved in accordance with conventional tech- 
niques. Water, or preferably a buffer solution with a pH of 
about 7.0 to about 8.5, will preferably serve as a carrier 
for the sample through the plug, and flow may be achieved by 
pumping or gravity flow. Detection of the separated sample 

10 components may then be achieved by conventional means, 
either in the column itself, using staining methods if 
necessary, or downstream of the plug or outside the column 
as the components elute individually from the column. 
Separation media of this type are particularly effective for 

15 the separation of species having molecular weights ranging 
from about 1000 to about 1,000,000. 

The following examples are offered strictly for 
purposes of illustration, and are intended neither to limit 
nor to define the invention in any manner. 

20 

EXAMPLES 

A glass wool plug was placed in a Pasteur pipette 
at the top of the constricted region of the pipette. A 
length of plastic tubing fitted with a hose clamp was 

25 secured to the pipette tip. 

A buffer solution containing 0.01 M Tris-HCl and 
10% (weight/volume) sucrose at pH 7.5 was poured into the 
pipette. The hose clamp was then opened. When the buffer 
level reached the glass wool, the hose clamp was closed to 

30 stop the buffer flow. 

A deaerated mixture was then poured into the 
pipette and allowed to polymerize. The mixture consisted of 
1 mL of an aqueous solution of acrylamide and N,N'-meth- 
ylenebisacrylamide (at concentrations and proportions listed 

35 below), 6 hL of a 10% (weight/volume) solution of ammonium 
per sulfate, and 1 |iL of tetr ame thy lethylenedi amine. 
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Once the solution polymerized, it formed a non- 
water- soluble continuous structure spanning the width of the 
pipette above the glass wool. A sample consisting of the 
following components was then applied to the top of the 
5 polymer structure: 



phycoerythrin M.W. 290,000 

phycocyanin M.W. 135,000 

cytochrome M.W. 13,000 

10 bromophenol blue M.W. 1,000 

A buffer solution consisting of 0.01 M Tris-HCl, pH 7.5, was 
layered above the sample, and the sample and buffer solution 
were permitted to flow through the pipette by gravity flow. 

15 A variety of polyacrylamide compositions and buffer solution 
flow rates were used, as listed in the table below. In this 
table, the symbol T designates the concentration in weight 
percent of the acrylamide and N, N' -methylenebisacrylamide 
combined in the forming solution, the symbol C designates 

20 the proportion of N,N' -methylenebisacrylamide to the 

combination of acrylamide and N,N' -methylenebisacrylamide 
expressed in weight percent, and the last column represents 
the flow rates in values relative to each other for each C 
value. The flow rate given for T = 4, C = 60 is equivalent 

25 to about 4-5 hours for the entire elution. Direct 

comparisons can be made among flow rates for the various C 
values with a single T value. 

Gravity 

30 T (%) C (%) _F_low_. 

0.8 
0.3 
<0.3 
<0.3 

40 4 20 0 



35 



Gel ComDO 


sition 


T (%) 


c (%) 


4 


60 


4 


50 


4 


40 


4 


30 


4 


20 
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Gel Composition Gravity 

T [%) C m Elow 

3 60 2.5 

3 50 i.s 

3 40 <l.8 

10 3 20 0 

2 60 3 

15 2 50 5 

2 30 0 



20 20 30 



30 6 20 



0 



20 15 0 

25 10 30 0 

6 10 0 



0 



6 30 0 

35 In those runs where a positive gravity flow was detectable, 
the four components listed above separated into discrete 
bands, in order of increasing molecular weight, with the 
component of highest molecular weight (phycoerythrin) show- 
ing the greatest mobility through the column. 

40 

The foregoing is offered primarily for purposes of 
illustration. It will be readily apparent to those skilled 
in the art that modifications and substitutions in terms of 
the materials, procedures and other parameters of the system 
45 may be introduced without departing from the spirit and 
scope of the invention. 
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1. A chromatographic column containing a 
separation medium comprising a non-water-soluble plug 
5 spanning the cross- sectional area of said column, said plug 
comprised of a cross- linked polymer having a sufficient 
degree of cross-linking and being sufficiently hydrophobic 
to form channels permeable to macromolecular eluents. 



10 2. A chromatographic column in accordance with 

claim 1 in which said cross-linked polymer is formed from a 
mixture of a linear-chain- forming monomer and a cross- 
linking agent in which the mole ratio of cross- linking agent 
to the total of linear-chain-forming monomer and cross- 

15 linking agent is at least about 0.45. 



3. A chromatographic column in accordance with 
claim 1 in which said cross- linked polymer is formed from a 
mixture of a linear-chain-forming monomer which includes 

20 acrylamide and a cross-linking agent which is a 
bisacrylamide . 

4. A chromatographic column in accordance with 
claim 1 in which said cross-linked polymer is formed from a 

25 mixture of a linear-chain- forming monomer which includes 
acrylamide and a cross- linking agent which is 
N, N ' -methylenebi sacrylamide , said N, N ' -methylenebi s- 
acrylamide comprising at least about 50% by weight of the 
total of said acrylamide and said N,N' -methylenebi sacryla- 

30 mide . 



5. A method of separating a mixture of macro- 
molecular species in a liquid sample into components on the 
basis of molecular size, said method comprising passing said 
35 sample through a chromatographic column containing a 
separation medium comprising a non-water- soluble plug 
spanning the cross-sectional area of said column, said plug 
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comprised of a cross-linked polymer having a sufficient 
degree of cross-linking and being sufficiently hydrophobic 
to form channels permeable to macromolecular eluents, to 
cause said components to separate into substantially 
5 discrete bands within said plug. 

6. A method in accordance with claim 5 in 
which said cross- linked polymer is formed from a mixture of 
a linear-chain- forming monomer and a cross- linking agent in 

10 which the mole ratio of cross- linking agent to the total of 
linear-chain-forming monomer and cross-linking agent is at 
least about 0.45, and said plug when saturated with water 
comprises from about 1% to about 20% by weight of said plug 
and said water combined. 

15 

7. A method in accordance with claim 5 in 
which said cross-linked polymer is formed from a mixture of 
a linear-chain-forming monomer which includes acrylamide and 
a cross-linking agent which is N , N ' -methylenebi sacrylamide . 

20 

8. A method in accordance with claim 5 in 
which said plug is saturated with a buffer solution at a pH 
of about 7.0 to about 8.5, and said plug comprises from 
about 2.5% to about 5% by weight of said plug and sasid 

25 water combined. 

9. A method in accordance with claim 5 in 
which said passing sample through said plug is achieved by 
gravitational flow. 

30 

10. A method of separating a mixture of macro- 
molecular species in a liquid sample into components on the 
basis of molecular size, said method comprising passing said 
sample through a chromatographic column comprising a non- 
35 water-soluble fluid-permeable plug of cross-linked 

polyacrylamide formed from a mixture of acrylamide and 
N, N' -methylenebisacrylamide , said N, N ' -methylenebis- 



WO 90/07965 



PCI7US90/00191 



9 

acrylamide comprising at least about 55% by weight of the 
total of said* acrylamide and said N,N' -methylenebisacryl- 
amide, and said plug when saturated with water comprising 
from about 2.5% to about 5% by weight of said plug and said 
5 water combined. 
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